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£ 5? ] ABSTRACT 

A substance containing a catalyst element is formed so as to 
closely contact with an amorphous silicon film, or a catalyst 
element is introduced into the amorphous silicon film The 
amorphous silicon film is annealed at a temperature which is 
lower than a crystallization temperature of usual amorphous 
Sn^tn r? y C ^ stalli2i »g the amorphous sill- 

h V? St3lh * ed reei ° n is Used as a crystalline 
silicon TFT winch can be used in a peripheral driver circuit 
of an active matrix circuit. The region which remains 
amorphous is used as an amorphous silicon TFT which can 
be used in a pixel circuit A relatively small amount of a 
catalyst element for promoting crystallization is added to an 
amorphous silicon film, and an annealing process is con- 
ducted at a temperature which is lower than the distortion 
temperature of a substrate, thereby crystallizing the amor- 
phous silicon film. A gate insulating film, and a gate elec- 
trode are then formed, and an impurity is implanted in a 
self-alignment manner. A film containing a catalyst element 
for promoting crystallization is closely contacted with the 
impurity region, or a relatively large amount of a catalyst 
element is introduced into the impurity region by an ion 
implantation or the like. Then, an annealing process is 
conducted at a temperature which is lower than the distor- 
tion temperature of the substrate, thereby activating the 
doping impurity. 
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SEMICONDUCTOR DEVICE EMPLOYING 
CRYSTALLIZATION CATALYST 



BACKGROUND OF THE INVENTION 5 
1 Field of the Invention 

The invention relates to a thin film transistor (TFT) and a 
method of producing the same, and also to a semiconductor 
circuit having a plurality of thin film transistors (TFTs) and J0 
a method of producing the same. A thin film transistor 
produced in accordance with the invention may be formed 
on either of an insulating substrate such as glass, and a 
semiconductor substrate such as single crystal silicon. Par- 
ticularly, the invention relates a semiconductor circuit com- 15 
prising a matrix circuit which operates at a low speed, such 
as a monolithic active matrix circuit (which may be used in 
a liquid crystal display or the like), and a peripheral circuit 
which drives the active matrix circuit and operates at a high 
speed. The invention relates also to a thin film transistor 2 o 
which is produced by crystallization and activation accord- 
ing to thermal annealing. 
2. Description of the Prior Art 

Recently, researches are conducted on insulated gate 
semiconductor devices having a thin film active layer (also 25 
referred to as an active region). Particularly, thin film 
insulated gate semiconductor devices, or so-called thin film 
transistors (TFTs) are vigorously studied. Such thin film 
transistors are formed on a transparent insulating substrate 
so as to be used for controlling pixels or in a driver circuit 30 
in a liquid crystal display device, etc. having a matrix 
structure. Thin film transistors are classified into amorphous 
silicon TFTs and crystalline silicon TFTs, depending on the 
kind and crystal state of a used semiconductor material. 

A semiconductor of an amorphous state has generally a 35 
low electric field mobility, and therefore cannot be used in 
a TFT which must operate at a high speed. Since P-type 
amorphous silicon has a very low electric field mobility, 
moreov er, it is impossible to produce a P-channel TFT 
(PMOS TFT). Consequently, it is impossible to produce a 40 
complementary MOS circuit (CMOS) which consists of 
combinations of a P-channel TFT and an N-channcl TFT 
(NMOS TFT). 

In contrast, a crystalline semiconductor has a higher 45 
electric field mobility than that of an amorphous semicon- 
ductor, and therefore can operate at a high speed. When 
using crystalli ne si licon, since not only an NMOS TFT but 
also a PMOS TFT can be produced in the same manner, it 
is possible to produce a CMOS circuit. For example, a 
known liquid crystal display device of the active matrix type 
has a so-called monolithic structure in which not only the 
active matrix region but also a peripheral circuit (including 
a driver circuit, etc.) are constructed by CMOS crystalline 
TFTs. From these reasons, researches and developments on 
TFTs using crystalline silicon are vigorously conducted. 55 

In an example of a method of obtaining crystalline silicon, 
amorphous silicon is crystallized by irradiating it with a 
laser or intense light equivalent to a laser. Because of 
instability of the laser output and instability due to a very 60 
short process period, however, this method offers no pros- 
pect for mass production or practical use. 

Now, a method which may be practically employed is the 
one in which amorphous silicon is thermally crystallized. 
According to this method, it is possible to obtain crystalline 65 
silicon with reduced variation between batches. However, 
this method has a problem. 



Generally, die formation of crystalline silicon requires 
annealing of a long period and at about 600° C, or armcaline 
at a high temperature of 1,000' C. or higher. In the case 
where the latter method is employed, a selectable substrate 
is limned to one made of quartz, resulting in that the cost of 
a substrate is very high. In the case where the former method 
is employed, a substrate can be selected from a wide ranee 
but there arises another problem. ' 

S 1 l ^^ miyc alkaiifre e glass substrate (for 
example, No. 7059 produced by Coming Co. Ltd ) is used 
a conventional process of producing a TFT is roughly 
conducted in the following manner: 

(1) formation of an amorphous silicon film; 

(2) crystallization of the amorphous silicon film (600° C 
or higher, and 24 hours or longer); 

(3) formation of a gate insulating film; 

(4) formation of a gate electrode; 

(5) Introduction of doping impurities (by the ion implan- 
tation method or ion doping method); 

(6) activation of the doping impurities (600° C. or higher 
and 24 hours or longer); * 

(7) formation of a layer insulator; and 

(8) formation of source and drain electrodes 
In the process, steps (2) and (6) have problems. Many 

kinds of alkalifree glass have a distortion temperature of 
about 600° Q (593° C. in the case of Coming 7059) 
Therefore, a process at such a temperature causes problems 
such as a shrinkage and bend of a substrate. In step (2) which 
is a first annealing process, a shrinkage of a substrate does 
not cause a serious problem because a patterning process has 
not yet been conducted. In step (6), however, a patterning 
process has been conducted already. When the substrate 
shrinks in step (6), therefore, the mask alignment in the 
following steps cannot be properly conducted, thereby form- 
ing a major cause for impairing the yield. Consequently, it 
is desired to conduct the process of step (2) at a temperature 
lower than the distortion temperature of the substrate, and to 
conduct the process of step (6) at a further lower temperature 
(preferably, at a temperature lower than the distortion tem- 
perature of glass by 50° C. or lower, and, more preferably, 
at a temperature lower than the maximum process tempera- 
ture of step (2) by 50° C. or lower). 

In order to meet the requirements, a method in which a 
laser or the like is used as described above may be 
employed. In addition to the problem of instability of a laser 
output, however, it was observed there arises another prob- 
lem in that a stress is generated owing to a difference in 
temperature rise between the portion to which a laser beam 
is irradiated (the source and drain regions) and that to which 
a laser beam is not irradiated (the active region, i.e., the 
region below the gate electrode), thereby impairing the 
reliability. 

On the other hand, a TFT made of an amorphous semi- 
conductor h as a feature that the OFF current is low. There- 
fore, such a TFT is employed in a use such as a transistor for 
a pixel circuit of an active matrix of a liquid crystal display 
device which does not require a very high operation speed, 
in which only a s ingle conductivity type is sufficient and 
which requires a. TFT having a high ability of retaining 
charges. However, such a TFT cannot be employed in a 
peripheral circuit which must operate at a high speed. 

In a crystalline silicon TFT, a leak current flowing when 
no voltage is applied to the gate (i.e., during the nonselected 
period) is larger than that in an amorphous silicon TFT. 
When a crystalline silicon TFT is to be used in a liquid 
crystal display device, measures that an auxiliary capacitor 
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forcompensating the leak current is disposed, and that two 
TFTs are connected in series are taken so as to reduce the 
leak current. 

FTG. 5 shows, a block diagram of an active matrix circuit 
used in a liquid crystal display device. As peripheral circuits, 
a column decoder 101 and a row decoder 102 are disposed 
on a substrate 107. Pixel circuits 104 each consisting of a 
transistor and a capacitor are formed in a matrix region 103 
The matrix region and the peripheral circuits are connected 



higher the concentration of nickel, iron, cobalt, platinum is 
the lower fte temperature of crystallization is an d P he shorter 
the : time 0 f crystallization is. By the study of this inventor 
found ?£ Sem aPPliCati ° n ' 10 enhance orystalli^tionTwas 

So" ^.-3° nCentraUOn ° f at least one el ™ shou d te 
1x10 cm or more, preferably 5xlO IS cm" 3 or more 

u,hil rt / rm ° re ' u hat shou)d be notice d is that a region 
which does no have catalytic material like this doefnot 



to each other through wirings !0S ^ToT^^nZ ,o =^^^*eSiSS ft, T'" °l 
S^l^ZV^J^ * « of a high concentration of IxlF ^5 JSSmxHT 



speed, and TFR used in the pixel circuits are required lo 
have a property of a low leak current. Although these 
properties are physically contradictory to each other it is 
required to form the both lands of TFTs on the 'same 
substrate and by the same process. 

Generally, the formation of crystalline silicon requires 
annealing of a long period and at about 600° C, or annealing 
at a high temperature of 1,000° C. or higher. For example 



resistance of amorphous silicon TFTs is utilized and the.™ tallized^d i« „S T;A?^, oC 11 "ii? actively crys 



resistance of amorphous silicon TFTs is utilized and these 
it is ; and a peripheral circuit consisting of polysilicon TFTs 
which have a high mobility are formed on the same sub- 
state, because amorphous silicon is crystallized in the 
above-mentioned annealing process. 



atal at r 580-cTle a ss 6 H° C » "^>^^= 

ai ail at 580 C. or less. However, because hydrogen needed 

m neutmhzmg dangling bonds in amof^ooa^iSTS 
e eased in an atmosphere of 300° C. or more, it is desTrab le 
that annealing is performed in hydrogen atmosptee 0 
obtain appropriate semiconductor character. atm ° Sphere 10 
In the present invention, characteristic of crystallization 
with above mentioned catalytic material is utilized to C 



SUMMARY OF THE INVENTION 
In the view point of mass production, therefore, it is 

f if" 0 CmpIoy thc method usin S a laser in *c production 
of a TFT On the other hand, it is the state of the art that no 
other effective method cannot be found. The invention has 
been conducted in order to solve these difficult problems It 
is an object of the invention to solve the problems while 
maintaining the mass productivity. 

The invention has been conducted in order to solve these 
difficult problems. However, it is not desirable that an 
improved configuration produces a complicated process a 
lowered yield, and an increased cost. It is an object of the 
invention to allow two lands of TFTs, i.e., TFTs in which a 
high mobility is required, and TFTs in which a low leak 
current is required, to be selectively produced in an easy 
manner by changing the process at a minimum while main- 
taining the mass productivity. 

The result of study of this inventors of the present 
application made clear that addition of a catalytic material of 
a small amount to an amorphous silicon film enhanced 
crystallization, lowered temperature of crystallization, and 
shortened time of crystallization. As the catalytic material 
simple substance like nickel (Ni), iron (Fe), cobalt (Co),' 
platinum (Pt), or compound such as silicide thereof is' 
appropriate. Concretely, the amorphous silicon film can be 
crystallized by forming a film, grain, or cluster having these 
catalytic elements under or on the amorphous silicon film or 
by introducing these catalytic elements in the amorphous 
silicon film by a method like ion injection; followed by 
thermally annealing the amorphous silicon film at an appro- 
priate temperature, typically at 580° C. or less. 

In the case of forming an amorphous silicon film by a 60 
chemical vapor deposition method (CVD method) these 
catalysts can be added in a material gas; in the case of 
forming an amorphous silicon film by a physical gas phase 
method like sputtering, these catalysts can be added in a 
deposition material like target or deposition source. Thoueh 65 
it is a natural result, the higher the temperature of annealing 
is, the shorter the time of crystallization is. Moreover, the 
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tallized and is utilized nZy^^^^^ 
circuit of an active matrix circuit. Another part in amoThoul 
condmon utilized as amorphous siliconTFT in Matrix 
region C P1 xcI circuit). As a result, a circuit having tran^stor 
wiUi contradicung characters of low leak current and fas 
aeon can be formed simultaneously on the same sute 
Because either of above mentioned catalytic material is a 
material undesirable for silicon, it is desirable that concen- 
tration of them is as low as possible. In the study of this 
inventor, to utilize it particularly as an active region, it is 
th ^ 2 c 0 oncentrati ^ of these catalytic material is not 
more than 10*> cm" 3 in total, in order to obtain satisfactory 
reliability and characteristics. On the other hand, it was 
made clear that even if relatively a lot of catalytic material 
exists m source, drain and the like, that is not a problem 

This in ventors of the present application found that above 
mentioned problems can be solved by taking attention to thc 
effect of tfos catalytic element and by utilizing it. Manufac- 

40 fbllowini OCeSS ° f ^ ° f invention is brieflv 35 ^ 

1) Deposition of an amorphous silicon film 
1') Introduction of a catalytic element (by an ion injection 

or an ion doping method) 

2) Crystallization of amorphous silicon film (at 600° C or 
less, within 8 hours) 

3) Deposition of a gate insulating film 

4) Formation of a gate electrode 

5) Introduction of doping impurities (by an ion injection 
or an ion doping method) 

5') Deposition of a material having catalytic element to a 
silicon film) 

6) Activation of a doping impurity (600" C. or less, within 
o hours) 

7) Formation of interlayer insulator 

8) Formation of source, drain electrode or, 

1) Deposition of an amorphous silicon film 
1 ') IntroducUon of a catalytic element (by an ion injection 

or an ion doping method) 

2) Crystallization of an amorphous silicon film (600° C 
or less, within 8 hours) 

3) Deposition of a gate insulating film 

4) Formation of a gate electrode 

5) Introduction of a doping impurity (by an ion injection 
or an ion doping method) 
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5*) Introduction of a catalytic element (by ion injection or 
an ion doping method) 

6) Activation of a doping impurity (600° C or less, within 
8 hours) 

7) Formation of an interiayer insulator 5 

8) Formation of source, drain electrode 
In the processes of these, order of 5) and 5') can be 

reversed. The process of 1') can be replaced as "A process 
of adhering a film and the like having catalytic element on 
or under an amorphous silicon film". From the standpoint of 10 
controlling concentration of catalytic element precisely, a 
method like ion injection is desirable. However, from the 
standpoint of simplifying pro cesse s and suppressing plant 
investment, if characteristic of TFT obtained is satisfactory, 
such process can be utilized. ' 15 

In the present invention, the catalytic element introduced 
to an amorphous silicon film by said process 1') enhances its 
crystallization a lot. On the other hand, the catalytic clement 
introduced mainly to the source, drain region by 5*) enhances 
recrystallization of that region a lot. Therefore, for crystal- 20 
Hzation and activation, temperature of 600° C or less, 
typically 550° C. or less is enough. Time of annealing within 
8 hours, typically within 4 hours is enough, too. Especially 
jf the catalytic element is initially distributed equally by an 
ion injection method or an ion doping method, crystalliza- 25 
tion was very easy to proceed. 

In this invention, because a gate electrode exists on an 
active region by adopting either process, the catalytic ele- 
ment will not be adhered or injected to an active region 
directly in the process of 5'). Therefore, it is possible to 30 
change concentration of catalytic element in an active region 
and an impurity region. For example, by relatively decreas- 
ing concentration of catalytic element to be added to an 
active region, bad effect to be given to characteristic and 
reliability of TFT is reduced to the utmost. By increasing 35 
concentration of catalytic element to be added to an impurity 
region relatively and lowering temperature of activation, 
shrinkage and distortion of the substrate is suppressed and 
yield can be increased. Reliability and characteristic of TFT 
is rarely lost. 0 
. In the present invention, an amorphous silicon film with 
thickness of 1000 A or less is also crystallized by the cause 
of catalytic element. Such amorphous silicon film will not be 
crystallized by the usual heat annealing. From the standpoint 
of preventing pinhole and defects of insularity in the step 
portion of TFT, and preventing disconnection of the gate 
electrode, thickness of the crystal silicon film is demanded 
as 1000 A or less, preferably 500 A or less. This is not 
achieved by a method other than laser crystallization, but the 
present invention achieved this by heat annealing even at a 
low temperature. This naturally contributes to further 
improvement of yield. The present invention will be 
explained more in detail further, by utilizing embodiments. 



DESCRIPTION OF THE PREFERRED 
EMBODIMENTS 

Embodiment 1 



BRIEF DESCRIPTION OF THE DRAWINGS 
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FIGS. 1(A) to 1(E) are section views showing steps of the 
production process conducted in Embodiment 1; 

FIGS. 2(A) to 2(E) are section views showing steps of the 
production process conducted in Embodiment 2; 

FIGS. 3(A) to 3(E) arc section views showing steps of the 
production process conducted in Embodiment 3; 

FIGS. 4(A) to 4(E) are section views showing steps of the 
production process conducted in Embodiment 4; and 65 

FIG. 5 is a diagram showing an example of a monolithic 
active matrix circuit. 



FIG. 1 is a section view showing steps of the production 
process conducted in the embodiment. First, a foundation 
film 11 made of silicon oxide and of a thickness of 2,000 A 
was formed on a substrate (Coming 7059) 10 by the sput- 
tering method. Then, an intrinsic (I-type) amorphous silicon 
film 12 was deposited by the plasma CVD method in a 
thickness of 500 to 1,500 A, for example, 1,500 A. Nickel 
ions were implanted into the amorphous silicon film by the 
ion implantation method in a dose of lxlO 13 to 5xl0 14 cm" 2 
for example, 5xl0 13 cm" 2 . As a result nickel ions existed in 
a concentration of about 5xl0 18 cm" 3 in the amorphous 
silicon film (FIG. 1(A)). 

Next, an annealing process in an atmosphere of nitrogen 
was conducted at 550° C. for 4 hours to crystallize the 
silicon film. Then, the silicon film was patterned to form a 
silicon island region 13. As a gate insulating film, a silicon 
oxide film 14 of a thickness of 1 ,000 A was deposited by the 
sputtering method. In this sputtering process, silicon oxide 
was used as a target, and the substrate temperature was 200° 
to 400° C, for example, 250° C. The sputtering process was 
conducted in an atmosphere of oxygen and argon in which 
the ratio of argon to oxygen was 0 to 0.5, for example, 0.1 
or less. 

Thereafter, a silicon film (containing 0.1 to 2% of phos- 
phorus) was deposited by the reduced pressure CVD method 
in a thickness of 3,000 to 8,000 A, for example, 6,000 A. It 
is preferable to conduct in succession the steps of forming 
the silicon oxide and the silicon film. The silicon film was 
then patterned to form a gate electrode 15 (FIG. 1(B)). 

Then, an impurity (phosphorus) was implanted into the 
silicon region as a mask by the plasma doping method with 
using the gate electrode. In this process, phosphine (PH 3 ) 
was used as a doping gas, the acceleration voltage was 60 to 
90 kV, for example, 80 kV, and the dose was lxlO 15 to 
8xl0 13 cm -2 , for example, 2xl0 15 cm" 2 . As a result, N-type 
impurity regions 16a and 16b were formed (FIG. 1(C)). 

Next, the silicon oxide film 14 on the impurity regions 
was etched away to expose the impurity regions 16; By the 
sputtering method, a nickel silicide film (having the formula 
of NiSi, wherein 0.4^x^2.5, for example, x=2.0) 17 was 
uniformly formed in a thickness of 5 to 200 A, for example, 
20 A on the whole area as shown in FIG. 1(D). When the 
film was formed in such a reduced thickness of about 20 A, 
it was not continuous, and exhibited an outlook of an 
aggregate of particles. However, these did not cause any 
problem in the embodiment (FIG. 1(D)). 

Thereafter, in an atmosphere of nitrogen, an annealing 
process was conducted for 4 hours at a temperature of 480° 
C (which is lower by 70° C than that of the above- 
mentioned crystallizing process), thereby activating the 
impurity. In this annealing process, first, nickel diffused into 
the N-type impurity regions 16a and 16b from the nickel 
silicide film covering the impurity regions. Therefore, the 
annealing caused the recrystallization to easily progress. In 
this way, the impurity regions 16a and 16£> were activated. 

Then, a silicon oxide film 18 of athickness of 6,000 A was 
formed as a layer insulator by the plasma CVD method, and 
contact holes were formed in the insulator. Electrodes/ 
wirings 19a and 19b were formed in the source and drain 
regions of a TFT by a multilayer film of metal materials such 
as titanium nitride and aluminum. Finally, in an atmosphere 
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« ™?^ n °J 1 ?i m " ^ Mnealin S P™ess was conducted 
at 350 C. for 30 minutes. As a result of the above- 
menuoned process, a thin film transistor was completed 
(FIG. 1(E)). 

The concentration of nickel in the active region (the 
region below the gate electrode) of the thus produced TFT 

^tL^u^^ the secondar V mass spectrometry 
(MMS), with the result that it was about lxlO 18 to 5xl0 18 



8 



10 



kV, and the dose was 2xl0 15 cm -2 As » r^u m , 
impurity regions 28* and 28* w^l^fi^ 
anodic oxide, the gate electrode 26 was displaced from he 
impurity regions 28. (FIG. 2(C)). 

Using the gate electrode as a mask, nickel ions were 
imphuited u«o the silicon region by the ion implantation 

5x10 cm 2 As a result, the concentrations of the N-tvoe 
impunty regions 28a and 28* were about JxI0»^ (^ 



15 



20 



25 



30 



was about lxlO 19 to 5xl0 19 C nT 3 

Embodiment 2 

HG. 2 is a section view showing steps of the production 

process conducted in the embodiment. First, a foundation 

mm 21 made of silicon oxide and of a thickness of 2,000 A 

was formed on a substrate (Corning 7059) 20 by the sput- 

tenng method Then, an intrinsic (I-type) amorphous silicon 

film 22 was deposited by the plasma CVD method in a 
thickness of 500 to 1,500 A, for example, 1,500 A and a 
silicon oxide film 23 of a thickness of 200 A was deposited 
by the sputtering method. Nickel ions were implanted into 
the amorphous silicon film by the ion implantation method 
in a dose of 5xl0 13 cm" 2 (HG. 2(A)). 

Next an annealing process in an atmosphere of nitrogen 
was conducted on the amorphous silicon film at 550° C for 
8 hours to crystallize the amorphous silicon film. Thereafter 
the silicon film was patterned to form a silicon island region 

Using tetraethoxysilane (Si(OC 2 H 3 ) 4 , TEOS) and oxygen 

as materials, a silicon oxide film 25 of a thickness of 1 000 

A was formed by the plasma CVD method as a gate 

insulating film of a crystalline silicon TFT In addition to 

these material gases, trichloroethylene (C 2 HCi 3 ) was further 

used as one of the materials. Before the film formation, 400 
SCCM of oxygen was passed through a chamber, and 
plasma was generated under the conditions that the substrate 
temperature was 300° C., the total pressure was 5 Pa, and the 
RF power was 150 W. This state was maintained for 10 
minutes. Thereafter, 300 SCCM of oxygen, 15 SCCM of 
TEOS, and 2 SCCM of trichloroethylene were introduced 
into the chamber to conduct the film formation of the silicon 
oxide film. In this film formation, the substrate temperature, 
the RF power, and the total pressure were 300" C, 75 W, and 
5 Pa, respectively. After the completion of the film forma- 
tion, hydrogen of 100 Torr was introduced into the chamber, 
and hydrogen annealing was conducted at 350° C. for 35 
minutes. 

Thereafter, a tantalum film was deposited by the sputter- „ ablv ihe ZZ) !!™S^ ei, f tM ° n (prefer " 

can withstand the subsequent activation process It is nref Min^ fiL ?w . ? film 112fl * 111 contr ast, the 
erable to conduct in succession tS^STfy^^ * ^^^^Z^ ricW ■ ffidde film did 
silicon oxide 25 and the tantalum film. Then, the tantalum UlbWG Mn? " * e amo ^ hous state *s indicated by 
film was patterned to form a gate electrode 26 of a TFT The ^ ,/ . . 

surface of the tantalum wiring was anodicaJly oxidized to „k \ u C ? tamed Slhc0n fiIm was patterned by the 
form an oxide layer 27 thereon. The anodic oxidation was ?! r^/!!H°f S? y M Cth ° d t0 form a siIicon island re g J ™ 
conducted in a 1 to 5% ethylene glycol solution of tartaric " " ' " 

acid. The obtained oxide layer had a thickness of 2 000 A 
(FIG. 2(B)). 

By the plasma doping method, an impurity (phosphorus) 
was then implanted into the silicon region with using the 65 

trite* *>t<t/*t*>Afta - f . r .1 • . . . 0 
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2(D)). 

Thereafter, in an atmosphere of nitrogen, an annealine 
process was conducted for 4 hours at 450- C™£v 
activating the impurity. In this annealing process smcc 

ato and 2Sb. the annealuig caused the recrystallization to 
f n i he ?' aSi '! COn ° Xide fi!ra 29 of a thickness of 2,000 A was 

S TEos r: ,ns ; lator by ±e piasma cv ° ^ 

£™7 ?.? ™ ? Sed . 28 3 materia1 ' c « holes were 
formed in the msulator. Source and drain electrodes/wirings 
Ma and 30A were formed fay a multilayer film of S 
ma enals such as titanium nitride and aluriinum. As a S 

^zsz^wSr"- a seraiconductor circuii 

teshold voltage was 2.5 to4.0 V, and the leak current was 
10 A or less when a voltage of -20 V was applied to the 

gate. 

Embodiment 3 

In the embodiment, crystalline silicon TFTs and an amor- 
phous silicon TFT were formed on the same substrate by a 
substantially same process. FIG. 3 is a section view showing 
steps of the production process conducted in the embodi- 
ment. First, a foundation film 111 made of silicon oxide and 
of a thickness of 2,000 A was formed on a substrate 
(Corning 7059) 110 by the sputtering method. Then, an 
intrinsic (I-type) amorphous silicon film 112 was deposited 
by the plasma CVD method in a thickness of 500 to 1,500 
A, for example, 1,500 A, and in succession a nickel siliddc 
film (having the formula of NiSi x wherein. 0.4^x^2 5 for 
example, x=2.0) 113 was selectively formed by the sputter- 
ing method in a thickness of 5 to 200 A, for example, 20 A 
(FIG. 3(A)). 



• - " niHJ Ui3111g lilt" 

gate electrode as a mask. In this process, phosphine (PH 3 ) 
was used as a doping gas, the acceleration voltage was 80 



ha / Z «• « oiiiwu ioioiiu region 

114a (cystalline silicon region) and another silicon island 
region 114b (amorphous silicon region). As a gate insulating 
film, a silicon oxide film 115 of a thickness of 1,000 A was 
deposited by the sputtering method. In this sputtering pro- 
cess, silicon oxide was used as a target, and the substrate 
temperature was 200° to 400° C, for example, 350° C The 



sputtering process was conducted in an atmosphere of 
oxygen and argon in which the ratio of argon to oxygen was 
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0 to 0.5. for example, 0.1 or less. Thereafter, a silicon film 
(containing 0.1 to 2% of phosphorus) was deposited by the 
reduced pressure CVD method in a thickness of 6,000 to 
8;000 A, for example, 6,000 A. Jt is preferable to conduct in 
succession the steps of forming the silicon oxide and the 
silicon film. The silicon film was then patterned to form gate 
electrodes 116a, U6b and 116c (FIG. 3(C)). 

Then, impurities (phosphorus and boron) were implanted 
into the silicon region by the plasma doping method with 
using the gate electrodes as a mask. In this process, phos- 
phine (PH 3 ) and diborane (B 2 H 6 ) were used as doping gases 
the acceleration voltage was 60 to 90 kV, for example, 80 k V 
in the case of the former and 40 to 80 kV, for example, 65 

kV 'V* 16 case of the Iattefl ^ the dose was 1 xl 0 ls to 
8x10 cm" 2 , for example, 2xl0 15 cm' 2 for phosphorus and 
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5x10 cm" for boron. As a result, a P-type impurity region 
117a and N-type impurity regions 1176 and 117c were 
formed. In this case, after the doping of phosphorus, nickel 
was doped in adose of lxlO 13 to ixlO 15 cm" 2 , for example, 
5x1 0 1 4 cm -2 (FIG. 3(D)). 

Then, in an atmosphere of hydrogen reduction, an anneal- 
ing process was conducted at 500° C. for 4 hours to activate 
the impurities. In this process, since nickel ions were dif- 
fused in the region 114a which was previously crystallized, 
the annealing caused the recrystallization to easily progress! 
Also in the silicon island region 114£, since also nickel was 
doped in the phosphorus-doped region 117c, crystallization 
was sufficiently conducted even in the annealing of such a 
degree. In this way, the impurity regions 117a to 117c were 
activated. The active region of the amorphous silicon TFT 
was not crystallized because no nickel existed in the region. 
Then, a silicon oxide film 118 of a thickness of 6,000 A was 
formed as a layer insulator by the plasma CVD method, and 
contact holes were formed in the insulator. Electrodes/ 
wirings 119a, 119b and 119c for the crystalline silicon TFTs 
and electrodes/wirings 119^ and 119e for the amorphous 
silicon TFT were formed by a multilayer film of metal 
materials such as titanium nitride and aluminum. Finally, in 
an atmosphere of hydrogen of 1 atm., an annealing process 
was conducted at 350° C. for 30 minutes. As a result of the 
above-mentioned process, a semiconductor circuit was com- 
pleted (FIG. 3(E)) : 

The conce ntratio n of nickel in the active region of each of 
thus obtained TFTs was measured by the secondary ion mass 
spectrometry-(SIMSX with the result that, in the crystalline 
silicon TFTs, nickel ions of IxlO 18 to 5xl0 18 cm" 3 were 
observed, but the concentration of nickel in the amorphous 
silicon TFT was less than the measurement limit (IxlO 16 
cm" 3 ). 
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Embodiment 4 



In the embodiment, crystalline silicon TFTs were used in 
a peripheral driver circuit, and an amorphous silicon TFT 
was used in a pixel circuit. FIG. 4 is a section view showing 5S 
steps of the production process conducted in the embodi- 
ment. By the sputtering method, a tantalum film was formed 
on a substrate (Corning 7059) 120 in a thickness of 500 to 
2,000 A, for example, 1,000 A. The tantalum film was 
patterned to form a gate electrode wiring 121 for the 60 
amorphous silicon TFT. In the periphery of the tantalum 
wiring, an anodic oxide film 122 of a thickness of 1,000 to 
3,000 A, for example, 1,500 A was formed by the anodic 
oxidation. 

Next, a silicon oxide film 123 of a thickness of 2,000 A 65 
was formed by the sputtering method. The silicon oxide film 
123 functions as a gate insulating film of the amorphous 



silicon TFT and alsoas a foundation insulating film for the 
crystalline siheon TFTs. Thereafter, an amor|houT Hicon 
film 124 was deposited by the plasma CVD method in a 
thickness of 200 to 1,500 A, for example, 500 A Wttle 

^c bn l^ ""^ silicon fil ™ U4 by a photoresist 
125, nickel ions were implanted into the silicon film by the 
ion implantation method, so that a region 120 containing 
nickel of IxlO 18 to 2xl0 19 cm' 3 , for JL&™£$^ 
was produced. 

The depth of the region 126 was 200 to 500 A The 
acceleration energy was selected in the optimum manner so 
as to accomplish the depth. Nickel ions were prevented from 
being implanted into the region functioning as me activ™ 
region in the crystalline silicon TPTs. The channel length 
was 20u or less, preferably 10 urn or less. WhenTchS 

Z^^T, this value > lt was impossible to 
crystallize the whole of the active region (FIG. 4(A)). 

Then, in an atmosphere of hydrogen of 0.1 to 1 atm an 
annealing process was conducted at 550° C. for 8 hours to 
perform crystallization. As a result of the crystallizing 
process, the regions into which nickel were implanted the 
regions interposed between the nickel implanted regions 
£r ^mf nphC 7 (these regions are indicated by ffln 

2? at 550° WC C tr Ti^i AS 3 feSuIt 0f the ™*- 
mg at 550 C. for 8 hours, the crystallization laterally 

proceeded over about 10 urn. In contrast, the region 1246 

where nickel had not been implanted remained in the 

amorphous state (FIG, 4(B)). 

r^n SK*? fflm iv aS pattemed t0 form a siIic <>n i^and 
• in ° siHcon region) another silicon 

island region 1276 (amorphous silicon region). As a gate 
msulanng film of the crystalline silicon TFTs, a silicon oxide 
film 128 of a thickness of 1,000 A was formed by the plasma 
CVD method m which tetraethoxysilane (Si(OQH s ) 4 , 
TEOS) and oxygen were used as materials. In addition to 
these material gases, trichloroethylene (C 2 HC1 3 ) was further 
used as one of the materials. Before the film formation, 400 
SCCM of oxygen was passed through a chamber, and 
plasma was generated under the conditions that the substrate 
temperature was 300° C, the total pressure was 5 Pa, and the 
RF power was 150 W. This state was maintained for 10 
minutes. Thereafter, 300 SCCM of oxygen, 15 SCCM of 
TEOS, arid 2 SCCM of trichloroethylene were introduced 
into the chamber to conduct the film formation of the silicon 
oxide film. In this film formation, the substrate temperature, 
the RF power, and the total pressure were 300° C, 75 W, and 
5 Pa, respectively. After the completion of the film forma- 
tion, hydrogen of 100 Torr was introduced into the chamber, 
and hydrogen annealing was conducted at 350° C. for 35 
minutes. 

Thereafter, an aluminum film (containing 2% of silicon) 
was deposited by the sputtering method in a thickness of 
6,000 to 8,000 A, for example, 6,000 A. In place of 
aluminum; tantalum, titanium, tungsten, or molybdenum 
may be used. It is preferable to conduct in succession the 
steps of forming the silicon oxide 128 and the aluminum 
film. Then, the aluminum film was patterned to form gate 
electrodes 129a and 129& of the TFTs. The surfaces of the 
aluminum wirings were anodically oxidized to form oxide 
layers thereon. The anodic oxidation was conducted in a 1 to 
5% ethylene glycol solution of tartaric acid. The obtained 
oxide layers had a thickness of 2,000 A. By conducting an 
exposure from the back of the substrate, a photoresist mask 
130 was formed on the silicon oxide of the amorphous 
silicon TFT in a self-alignment manner with respect to the 
gate electrode 121 (FIG. 4(C)). 

By the plasma doping method, an impurity (phosphorus) 
was then injected into the silicon region with using the gate 
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electrode as a mask. In this process, phosphine (PH,) was 
used as a dopmg gas, the acceleration voltage was 60 to 90 
kX_for example, 80 kV and the dose was lxl0 ls to L?0^ 
cm >, example, 2xlO'W.As a result, N Vimpurity 
regions I31a and 131c were formed. Tteta^SJ 
omne silicon TFT Channel TFT) in the left side 

photoresis , and an impurity (boron) was implanted into ihl 
silicon region of the crystalline silicon TFT (P-channel TFT) 
«n the right side. In this process, diborane (B 2 H S ) was used 
as a doping gas, and the acceleration voltage was 50 to 80 
W for example, 65 kV. The dose was lxl0*1o 8xiC f ° 
cm \ for example, 5x10" cm~ 2 which is greatcr°han that 
of phosphorus which was previously implant, fa n^way 
a P-type .mpunty region 1316 was formed. V ' 

Thereafter, the impurities were activated by the laser l; 
Mug method. As a laser, a KrF excimeV ZZfrZ 
ength: 248 nm pulse width: 20 nsec.) was used Alterna- 
tely, another laser such as an XeF excimer laser (X 
length: 353 nm), an XeCl excimer laser (wavelength- 308 
nmXoranArFexamer laser (wavelength: 193 nm) may be 20 

f mJ/Cm , ' 3 . nd MCh point was ilTadia ^ with 
2 to 10 shots, for example, 2 shots of the laser. The substrate 

<hn„M £ j hC C . 3Se Where substra£e " heated, it 25 
S e p * d attentIon lhat ««» optimum energy dens ty 
vanes depending on the temperature. The active region of 
™Tw ™ ^ Was not ^talfeed because the 
mask 130 existed thereon. As a result, the impurity regions 
131a and 1316 of the crystalline silicon TFTs and the 30 

X pr&4$)° f the amoiphous silicoa ^ "™ a «i" 

Then, a silicon oxide film 132 of a thickness of 2 000 A 

7 n wJTtoo/ layCT "!f Ulat0r by &e P lasma CVD '""hod 
mwhich TEOS was used as a material. An indium tin oxide 35 
OTO) film of a thickness of 500 to 1,000 A, for example 800 
A was deposited by the sputtering method. The ITO film was 
etched to form a pixel electrode 133. Contact holes were 
formed m the layer insulator 132. Source and drain elec- 
trodes/wirings 134a, 134i and 134c for the crystalline <° 
silicon TFTs (peripheral driver circuit) and electrodes/wir- 
ings 134a 1 and 134* for the amorphous silicon TFT (pixel 
circuit) were formed by a multilayer film of metal materials 
such as titanium nitride and aluminum. As a result of the 
above-mentioned process, a semiconductor circuit was com- 45 
pleted (FIG. 4(E)). 

In the produced semiconductor circuit, the properties of 
the crystalline silicon TFTs (peripheral driver circuit) were 
not inferior to those of TFTs which were produced by steps 
of conducting a conventional crystallization process of 
annealing at 600° C. For example, it was confirmed that a 
shift register produced by the embodiment operated at 11 
MHz under a drain voltage of 15 V and at 16 MHz under a 
drain voltage of 17 V. Also in' tests of reliability, any 
difference between the shift register and that of the prior art 
could not be found. 

With respect to the properties of the amorphous silicon 
TFT (pixel circuit), the leak current was 10~ 13 A or less. 

According to the invention, since crystallization of amor- 
phous silicon and activation of doping impurities in silicon 
are conducted at a low temperature such as 400° to 550° C 
and for a 1 short period such as 4 hours, the throughput can be 

JSSKL^ 1 pr0C ? SS ° f 600 ° C or hi 8 her « employed, 
conventionally, there anses a problem in that a shrinkage of 65 
a glass substrate causes the yield to be impaired. According 
to the invention, such a problem can be easily solved 
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processed, many semiconductor circuits (matrix circuit 

What is claimed is: 

1. A transistor comprising- 

an impurity 
region, 

wherein said active region contains a catalyst element for 
promoting crystallization at a concentration f the 
S^ 5 3 t0 and a concen* 



region provided adjacent to said active 



50 



55 



60 



2 The transistor of claim 1 wherein said catalyst element 
a 'j^t°ne of nickel, iron, cobalt, and platinum 

3. The transistor of claim 1 wherein the concentration of 
said catalyst element is a value measured by the seconZ 
ion mass spectrometry. * 

4. A semiconductor circuit comprising: 
a transistor comprising an active region made of a crys- 
talline silicon film provided on a substrate; and 

another transistor comprising another active region made 

of an amorphous silicon film, 
wherein a concentration of a catalyst element in said 

» ?Saa 3 ° n film is in I* 10 m & of 3 0 37 cm" 3 to 
1 0 cm , and a concentration of a catalyst element in 
said amorphous silicon film is lower than I0 17 cm' 3 

5 The circuit of claim 4 wherein the concentration of said 
catalyst element in said crystalline silicon film is 5x!0 18 
cnf° or higher. 

6 The circuit of claim 4 wherein the concentration of said 
catalyst element in said amorphous silicon film is lxIO 16 
cm~ J or lower. 

7. The circuit of claim 4 wherein said catalyst element is 
at least one of nickel, iron, 'cobalt, and platinum 

8. The circuit of claim 4 wherein said another transistor is 
used as a transistor in an active matrix region 

9. The circuit of claim 4 wherein said transistor compris- 
ing an active region made of a crystalline silicon film is used 
m a shift register circuit. 

10. The circuit of claim 4 wherein said concentration of 
said catalyst element in said crystalline silicon film and said 
~ ,on of f c d cata ^t element in said amorphous 
silicon film are defined by minimum values which are 
measured by the secondary ion mass spectrometry. 

11. A semiconductor circuit comprising: 
a transistor comprising an active region made of a crys- 
talline silicon film provided on a substrate, and 

another transistor comprising another active region made 

of an amorphous silicon film, 
wherein a concentration of a catalyst element contained in 
said crystalline silicon film is in the range of IxlO 17 
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cm" 3 to 1 xlO 20 cm" 3 and is 3 0 times or more than that 
of a catalyst element contained in said amorphous 
silicon film. ^ 

12. A semiconductor circuit comprising: 
a transistor comprising an active region made of a crys- 
talline silicon film; and 

another transistor comprising another active region made 

of an amorphous silicon film, 
wherein a concentration of a catalyst element in said 

f^irtw Sili 3° n film is in the ran Se of lxlO n cm" 3 
to 1X10 cm" and is higher than a concentration of a 
catalyst element in said amorphous silicon film 

13. A transistor comprising: 

a crystalline semiconductor island provided on a substrate 
and comprising an active region and an impurity reeion 
provided adjacent to said active region, 
wherein said crystalline semiconductor island has a thick- 
ness of 1000 A or less, and said active region contains 
a catalyst element for promoting crystallization at a 
concentration in the range of lxl0 17 cm~ 3 to IxlO 20 20 
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, and a concentration of said catalyst element in 
said impurity region is higher than the concentration of 
said catalyst element in said active region. 
14. A semiconductor circuit comprising: 
a transistor comprising an active region made of a crys- 
talline silicon island provided on a substrate, said 
crystalline silicon island having a thickness of 1000 A 
or less; and 

another transistor comprising another active region made 
of an amorphous silicon film, 

wherein a concentration of a catalyst clement in said 
crystalline silicon island is in the range of 10 17 cm* 3 to 
10 2 ° cm" 3 , and a concentration of a catalyst element in 
said amorphous silicon film is lower than 10 17 cm" 3 . 

15. A semiconductor circuit comprising: 

a transistor comprising an active region made of a crys- 
talline silicon island provided on a substrate, said 
crystalline silicon island having a thickness of lOOOA 
or less; and 

another transistor comprising another active region made 
of an amorphous silicon film, 

wherein a concentration of a catalyst element contained in 
said crystalline silicon island is in the range of IxlO 17 
cm" 3 to 1 xlO 20 cm" 3 and is 1 0 times or more than that 45 
of a catalyst element contained in said amorphous 
silicon film. 

16. A semiconductor circuit comprising: 

a transistor comprising an active region made of a crys- 
talline silicon island having a thickness of lOOOA or 
less; and 

another transistor comprising another active region made 
of an amorphous silicon film, 

wherein a concentration of a catalyst element in said 
crystalline silicon island is in the range of IxlO 17 cm" 3 
to IxlO 20 cm" 3 and is higher than a concentration of a 
catalyst element in said amorphous silicon film. 

17. A transistor comprising: 

a semiconductor island provided on a substrate and com- 
prising a semiconductor active region containing a 
catalyst element and a semiconductor impurity region 
containing said catalyst element provided adjacent to 
said semiconductor active region, said semiconductor 
island having a thickness of 1000 A or less, 

wherein said semiconductor active region contains said 
catalyst element at a concentration in the range of 
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18. An electro-optical device comprising- ' 
a substrate having a pixel region and a peripheral circuit 

a first plurality of thin film transistors formed over said 

ffiTSE? °J 5aid Substra£e * each of said tatSg 
of thin film transistors comprising a gate electrode a 

gate msulating layer formed on said gate dSEid 

ISSSS^ layer fonned on 5aid «* in " 

peripheral circuit region of said substrate for driving 
said first plurality of thin film transistors, each of 7aid 
second plurality of thin film transistors compnsSa 
f?Z « se ™ duct °r 'aver, a gate insulating film 
formed adjacent to said second semiconductor layer 
and a gate electrode adjacent to said second semicon- 
ductor layer, 

wherein each first semiconductor layer of the first plural- 
ity of thin film transistors has a lower crystallinity than 
each second semiconductor layer of the second plural- 
ity of thin film transistors, and wherein a concentration 
of a catalyst element in said second semiconductor 
layer is m the range of 10 17 cm" 3 to 10 20 cm" 3 and a 
concentration of a catalyst element in said each first 
semiconductor layer is lower than 10 17 cm" 3 
19. The electro-optical device of claim 18 wherein each 
first semiconductor layer of the first plurality of thin film 
transistors is an amorphous semiconductor. 

20 The electro-optical device of claim 19 wherein each 
second semiconductor layer of the second plurality of thin 
film transistors is a crystalline semiconductor. 

21. The electro-optical device of claim 18 wherein each 
first semiconductor layer of the first plurality of thin film 
transistors comprises source and drain semiconductor 
regions and a channel region extending therebetween, 
wherein said source and drain regions are formed in a 
self-alignment manner with respect to said gate electrode of 
each of the first plurality of thin film transistors. 

22. The electro-optical device of claim 18 wherein the 
gate electrode of each of the second plurality of thin film 
transistors is located over the second semiconductor layer 
thereof. 

23. An electro-optical device comprising: 

a substrate having a pixel region and a peripheral circuit 
region; 

a first plurality of thin film transistors formed over said 
pixel region of said substrate, each of said first plurality 
of thin film transistors comprising a gate electrode a 
gate insulating layer formed on said gate electrode and 
a first semiconductor layer formed on said gate insu- 
lating layer; and 

a second plurality of thin film transistors formed over said 
peripheral circuit region of said substrate for driving 
said first plurality of thin film transistors, each of said 
second plurality of thin film transistors comprising a 
second semiconductor layer, a gate insulating film 
adjacent to said second semiconductor layer and a gate 
electrode aojacent to said second semiconductor layer. 

wherein only each second semiconductor layer of the 
second plurality of thin film transistors is doped with a 
catalyst for promoting a crystallization thereof at a 
concentration in the range of 10 )7 cm -3 to 10 20 cnT 5 
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while each first semiconductor layer of the first plural- 
ity of thin film transistors is not doped with a catalyst 
for promoting a crystallization thereof and a concen- 
tration of a catalyst element in said first semiconductor 
layer is lower than 10 17 cm -3 . 5 

24. The electro-optical device of claim 23 wherein said 
catalyst comprises a metal selected from the group consist- 
ing of nickel, iron, cobalt and platinum. 

25. The electro-optical device of claim 23 wherein each 
first semiconductor layer of the first plurality of thin film io 
transistors comprises source and drain semiconductor 
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regions and a channel region extending therebetween 
wherein said source and drain regions are formed in a 
self-alignment manner with respect io said gate electrode of 
each of the first plurality of thin film transistors. 

26. The electro-optical device of claim 23 wherein the 
gate electrode of each of the second plurality of thin film 
transistors is located over the second semiconductor layer 

thereof. 



